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AMENDMENTS TO THE CLAIMS 

This listing of claims will replace all prior versions and listing of the claims in this 
application. 

Listing of the Claims! 

1. (Withdrawn) A method for making a composite yam, comprising: stretching a strand of one 
or more elastomer* fibess in a range from Ul to a, leas, 5x of a relaxed length of the sftund 
abgnmg a, leas, one ham yam selected from the group consisting of synthetic fibers, natural ' 
fibers and a blend of synthetic and natural fibers, adjacent and substoutiaHy parallel to said 
arched strand to form an aligned yam; applying . size mtaU „ said ^ ^ 
or curing the size material to form a composite yam. " 

2. (Withdrawn) The melhod of data I, further comprising emangling surface fibers of the a. 
least one hard yam aligned with said stnmd of one or tnore elastomer* fibers, whetein said 
entanghng is done prior to applying a size material to the aligned yam. 

3. (With**™,) The method of claim 1, wherein the size material comprises a sizing agent and a 



wax. 



^(Withdrawn) The method of claim 3, wherein the stmnd comprises a spandex yam of a denier 
of from 20 to 140, and wherein die hard yam has a total denier of from 45 to 900. 

5. (Withdrawn) Thetnethod of claim 3, wherein said sizing agent is selected from die group 
costing of: starch, acrylic polymer. PVA and CMC, and wherein the conception of wax la 
from 0% to 1% by weight 

«. (Withdrawn) The method of claim 3, wherein the sizing .gen, is a ho.-mel, polymer, artd 
wherein said size material is applied to the aligned yam in an amoun, from 3% and 6% by weigh, 
based on the aligned yam pre-sized weight 
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7. (Wi^wn) a, meaiod of ckim 5 _ wherdn ^ ^ ^ ;s ^ ^ wato 
2» ^ *e SEe o^., applied „ fc a|jgned ^ ^ ^ €cm ^ 
size matenal tn the solution is from S% to 25% by weight 

* (w«, to ™> raeIhod „ CIato 6 _ whtrem ftc hM raeh ^ . ^ ^ 

9. (Cunrently amended) A composite yarn, comprising; 

at least one dastomeric fiber forming a strand with a total draft in . range from 
1 .2x to 6.2x of an original spun length of the strand; 

at least one hard yarn selected from the group consisting of: synthetic fibers 
natural fibers and a blend of synthetic and natural fibers, wherein said hard yam is ' 

twisting, wranning nr g^g^Binmng; and 

a dried or cured size material forming an adhesive that adheres the strand and hard 
yarn of the aligned yam together. 

10. (Original) TOe COTOposite yam of clajm 9> wlKreto ^ stnmd ^ fcra]sd ^ a 

ofadenterof^^to^beforea^hiog.^^^^^^^,^ 
from 45 to 900. 



^.(OrigioaOTbecompo^^^^,^^^^^ 
coahng on the aligned yam. 
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13. (Original) An elaadc woven ftbric, comprising upon weaving and before final fabric 

composite yares of data 9 and tod van. in me ware; and composite van* of Cain, 9 
a* ha* „ « ^ weft, wherein the redo of said composite yams to said bard van* is from 
1 . 1 to 1 :4 in both the warp and the weft. 

14. (Original) An elastic woven fabric, comprising upon weaving and before finai fabric 
fimsbmg: compose yam5 of Cairn 9 and hard yares in me weft; andhardyares in mew,™ 
wberens «hc ratio of said composite yarns „ said hard ya™ in ffie weft ranges fio m , : ! to k 

15. (Original) An eta* woven fabric, comprising npon weaving and before final fabric 
fimsfung; composi* yarea of claim 9 and hare yarns in * warp; and hard yarea in «he weft; 
^fc^«f^«-^ Sm .l,« Mtad Wl. ft .«,» wl , tal 1:1 „ 1;4 . 

16. (Original) An elaadc knit fabric comprising npon knitting and before final finishing: 
composite yarns of claim 9. 

17. (Cureenfly Amended) An elastic woven ftbric after final finishing, conmriaing: strands of 
bare, essentially nrnwisted elastomeric fib™ in the weft that are substantially parafiel and 
ad J acenttohariyaresintneweft.whcra in ^^„., irffl ..- n , ,„„,„, 

■W^^WW^, asaide,, ... ^ 

more warn v qms or fThftn, 

18. (Original) A garment comprising the elastic woven fabric of claim 17. 

19. (Currently Amended) An elastic woven fabric after final finishing, comprising: 

strands of bare, essentially untwisted elastomeric fiber, in the warp that are 
substantiallyparallel and adjacent to har^ yams m the wan>. wherein t hft .i a ^v 
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ratio of said elastomeric fibers to hard yams in the warp ranges from 1:2 to 1:4. 
20. (Original) A gannent comprising the elastic woven fabric of claim 19. 
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